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ICM C08J003-16 
ICS A61K007-00; A61K007-02; A61K007-08 ; A61K007-11; 
C08L083-00; C08L0S3-04 
A3 Ccsnistics contain 0.1-100 .mu.m sphericaX synth.eti.c zresin powders 
*ir*coated*** with organopolysiloxanes loaxnly cosnprisin^ 
organosilsesquiosanes . Tha powders show good flowability and 
dlspersibility. MeSi(CHe)3 was polyxnd. in an aq. dispexrsion contg. 
Techpolvit^r SHX 6 (6.0 .lytu.m polystyrene powder) , Eimilgsn 10 9P, and 1^H3 to 
give resin- coated*** powders. Ti02 12,0, ZnO 9,5, kaolin 35.0, 

talc 20.0, red iron oxi.de 0.8, yellow iron oxide 2.5, black: iron oxide 
0,2, the powders 7.0, liq. paraf^fin 4.0, octamethylcyclotetrasiloxaiie 5,0, 
di-Mfe polys iloxane 5,0, iso-Pr palioitate 3,0, glycerin 3.0, antiseptic, 
and perfvai^ to 100 wt.% were mixed to give a roundation showing no calcing 
and good spreadability . 
ST ***silsesquioxcaie*** ***coated*** 

* * *po wder * * * cosioetic 
IT Cosmetics 

(organopolysiloxane- * * *coated* * * 
cosmetics) 
IT * * * Silsesguioxanes * * * 

RL: EUU (Biological xise, imclassdlf ied) 
(Biological stioidy) ; PREP (Preparation) 
(or gancpoly s iloxane- * * * coated* * * 
for cosiwatics) 
IT 25498-03-7P, Methyl triatathoxysilane hoznopolymer 

RL: BUU (Biological ixse, unclassified) ; SKT (Synthetic preparation) ; BIOL 
(Biological stxidy) ; PREIP (Preparation) ; USES (ases) 

(organopolysiloxane- ***coated*** spherical polymer po«?ders for 
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spherical polynesr powders for 



SPN (Synthetic preparation) ; BIOL 
IJSHS (Uses) 

spherical polyxser ***powders*** 
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XT S0-62-6D, MetHyl snethacrylsts, poliniexrs 90C2-8S-4, FLO-BS2^S US 1080 
S003-53-S, PoXystyr^e 137263-77-5, Tedapolymer SBX 6 19473S-44-1, 
1000 

KL: BOT (Biological use, unclassixied) ; BXCL (Biological stxidy} ; 
(lJ3es> 

(powders; organopo3.ysiloxane- ***coated*** spherical pol^sier powders 
for cosmstics) 
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